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Abstract of corresponding document: US4836848 

An Fe-base sintered alloy for valve seats for use in internal combustion engines and a method of 
manufacturing the same are provided. The alloy consists essentially of 0.6 to 1.3% C, 1 to 5% Cr 4 to 
15% Mo, 0.5 to 2% Ni, 2 to 8% Co, 0.2 to 2% Nb, 0.2 to 2% at least one lubricating component selected 
from the group consisting of a CaF2 and BaF2 and the balance of Fe and inevitable impurities. Starting 
powders are blended into the same composition as above, and mixed into a mixed powder. The mixed 
powder is pressed into a green compact. Then, the green compact is presintered, hot forged, sintered, 
and, if required, further heat treated, in sequence to be formed into an Fe-base sintered alloy having a 
structure wherein particles of the at least one lubricating component and hard particles of other 
components are dispersed in a matrix formed principally of a pearlite phase. The resulting alloy 
possesses a density of at least 7.3 g/cm3 and Rockwell handness of 30-50 in Rockwell Scale C, and 
hence exhibits excellent abrasion resistance as well as excellent lubricity. 
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Prufungsantrag gem. § 44 PatG ist gestelft 

@ Sinterlegierung auf Fe-Basis fur Brennkraftmaschinen und Verfahren zu deren Herstellung 

Pie Erfindung betrifft eine Sinterlegierung auf Fe-Basis fur 
Ventilsitze von Brennkraftmaschinen und em Verfahren zu 
deren Herstellung. Die Legierung besteht im wesentlichen 
aus 0,6 bis 1 ,3% C, 1 bis 5% Cr, 4 bis 1 5% Mo, 0,5 bis 2% Ni, 2 
bis 8<*b Co, 0,2 bis 2% Nb, 0,2 bis 2% von wenigstens einer 
Glertmittel-Komponente aus der Gruppe CaF 2 , BaF 2 , BN, 
MoS 2 und WS 2 ; und Rest Fe und unvermeidbare Verunreini- 
gungen. Ausgangspufver warden zusammengegeben, um 
die angegebene Zusammensetzung zu erhatten und zu ei- 
nem Pulvergemisch gemischt Das Pufvergemisch wird zu 
einem g run en PreBfing gepreSt, der dann der Reihe nach 
vorgesintert, heiB geschmiedet, gesintert und, falls erforder- 
lich, weiter warmebehandelt wird, um aus ihm eine Sinterle- 
gierung auf Fe-Basis zu bilden, in deren Struktur Teilchen 

■ von der wenigstens eine n Glertmittel-Komponente und harte 

■ Teilchen der anderen Komponenten in einer hauptsachlich 
aus einer Perfitphase gebildeten Matrix verteilt sind. Die 
erhaftene Legierung besitzt eine Dichte von wenigstens 7,3 
g/cm 3 und eine Rockwell-Harte (Skala C) von 30 bis 50 und 
zeigt da her ausgezeichnete Abriebfestigkeit sowie ausge- 
zeichnete Schmierfihigkert. 



